CHAPTER XVIII THE GOLD ROAD MILL, ARIZONA
The mill of the Gold Road Mines Co. is situated at Gold Road, about 20 miles from the town of Kingman in western Arizona. Railroad communication is established at Kingman and connection with the mine is by wagon road over which freight is hauled by horses, and passengers by automobile stage. The region is arid, water is scarce and has to be conserved with care.
Local ores have gold as the principal valuable constituent, the metal being finely divided and distributed through a gangue consisting of quartz
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and some calcite in a country of andesitic rock. There is no great quantity of sulphides, the gold being free and principally fine. On account of the fineness and wide distribution of the gold, a rather high degree of crushing is required and the total-sliming process is followed.
The mill is not an original construction, but rather a development, the remnants of machinery used in various processes, now relinquished, remain as reminders of the older systems of metallurgy.. This changing of sys-                  $0.3500
